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water will keep the outside of the cylinder quite cold. Bound
the cylinder, and an inch or two from it, is a .sheet of iron casing,
the form of which will best he gathered from the figure. Under
the cylinder is a row of lamps, and their flames strike upon the
cylinder. Thin, being kept cold by the flow of water, becomes
<*oatcd with flame lamp-black. A very soft brush is fixed, so
that as the cylinder rotates it brushes the lamp-black from it
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and, guides it into a receptacle. The cylinder is turned by any
suitable mechanism, but the motion should bo slow, so that the
layer of lamp-black formed is not too thin. Tins apparatus will
make lamp-black From animal or vegetable oil or from petroleum.
When petroleum is used it in advisable to fix under the rotating
cylinder two or three parallel horizontal tubes having numerous
small holes at the top, from which the fuel issues in small drops.
The tubes should be arranged in such a way that the, holes do
not form rows running at right angles to the length, of the